International Journal of Trend in Scientific Research and Development (IJTSRD) 

Volume: 3 | Issue: 3 | Mar-Apr 2019 Available Online: www.ijtsrd.com e-ISSN: 2456 - 6470 

Experimental Study on Properties of Black 
Cotton Soil Mixed Stone Dust & Sisal Fiber 

Wankhade Ashutosh Purushottam 1 , Pratiksha Malviya 2 

iM.Tech Scholar, 2 Professor 

^Department of Civil Engineering, Millennium Institute of Technology & Science, 

1,2 Bhopal, Madhya Pradesh, India 


How to cite this paper: Wankhade 
Ashutosh Purushottam | Pratiksha 
Malviya "Experimental Study on 
Properties of Black Cotton Soil Mixed 
Stone Dust & Sisal Fiber" Published in 
International Journal of Trend in 
Scientific Research and Development 
[ijtsrdj, ISSN: 2456- 
6470, Volume-3 | 

Issue-3, April 2019, 
pp. 1657-1659, URL: 
https: //www.ijtsrd. 
com/papers/ijtsrd2 
3536.pdf 



11 

Si 

IITSRD23536 


Copyright © 2019 by authorfs) and 
International Journal of Trend in 
Scientific Research and Development 
Journal. This is an Open Access article 


ABSTRACT 


Experimental Studies were conducted to see the effects on strength 
behavior of Black cotton soil using stone dust & Sisal fiber. 

In this study, the stabilizing effect of sisal Fiber [Natural Fiber) on soil 
properties. Keeping this in view an experimental study is conducted on 
locally available i.e. expensive soil mixed with varying percentage of Stone 
dust and Sisal fiber. 

Soil samples for California bearing ratio (CBR) tests are prepared at its 
maximum dry density (MDD) corresponding to its optimum moisture 
content [OMCJ in the CBR mould without and with sisal fiber. Tests result 
indicates that both unsoaked and soaked CBR value of soil increases with 
the increase. 

Soaked CBR value increases from 3.97 % to 9.75 % and un-soaked CBR 
value increases from 8.1 % to 40.7 % of soil mixed with stone dust and sisal 
fiber. 

Due to sisal fiber reinforcement CBR is increased resulting lesser thickness 
of pavements are used in construction works. Soil becomes ductile in nature. 
This is because of composite effect of sisal fibre (Natural Fibre) changes the 
brittle behavior of the soil to ductile behavior. 


distributed under 
the terms of the 
Creative Commons 
Attribution License (CC BY 4.0) 
(http://creativecommons.org/licenses/ 
by/4.0) 

INTRODUCTION 

Soil is basic and important element in Civil Engineering field. 
Stability of every structure depends on the type and 
characteristics of foundation which in turn depends on the 
type of soil. Many problems irrupt if expansive soil, Natural 
soil is to be used in foundation, because of its shrinkage and 
swelling properties. There are many methods to make 
natural soil stable for various constructions. Natural soil is 
comfortable for road work, compared to other types of soil. 

LITERATURE REVIEW 

> Mihai Iiiescu and loan Ratiu (2013) for subsoil with 
insufficient bearing capacity, stabilization and improvement 
of subsoil characteristics are necessary. The bearing capacity 
can be increased by excavation and replacement of the soft 
material, chemical stabilization by using chalk or by using 
geosynthetics. Placed between the subgrade and base 
course, or within the base course, the geosynthetic improves 
the performance of unpaved roads carrying channelized 
traffic and unpaved areas subjected to random traffic. They 
in their paper devised a new design methodology for 
stabilizing a road subgrade using geogrid reinforcement. In 
their experiments, they found out that geogrids can improve 
the performance of the Subgrade soil. They carried out 
extensive static and dynamic plate bearing tests on different 
conditions based on the results of trial and the membrane 


theory of Giroud & Noiray, they developed design graphs for 
multifunctional geogrids in unpaved and temporary road. 

> Rakesh Kumar and P.K. Jain (2014), Different ground 
improvement techniques have been proposed in the 
literature to work with this soil and are found to be 
successful to some degree. The construction of granular piles 
has been proved successful in improving soft marine clays, 
which are very poor from strength and compressibility 
criteria. The technique of granular pile may be applied in 
expansive soil too. The granular piles derive their load 
carrying capacity from the confinement offered by the 
surrounding soil. In very soft soils this lateral confinement 
may not be adequate and the formation of the granular pile 
itself may be doubtful. Wrapping the granular pile with 
suitable geogrid is one of the techniques to improve the 
performance of granular piles. The encasement by geogrid 
makes the granular piles stiffer and stronger. The behavior 
and the mechanism of the granular pile and geogrid encased 
granular piles are not investigated for expansive soil. The 
author made an attempt to investigate the improvement of 
load carrying capacity of granular pile with and without 
geogrid encasement through laboratory model tests 
conducted on single granular pile installed in expansive clay 
bed prepared in controlled condition in small testing tanks. 
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The load tests were performed on single granular pile. Tests 
were performed with different diameter of granular piles 
with and without geogrid encasement. The results from the 
load tests indicated a clear improvement in the load carrying 
capacity of clay, with granular pile and with encased 
granular pile. The increase in the load carrying capacity also 
increases as the diameter of the granular pile increases.Thus 
concluded in their study of ground improvement techniques 
that the construction of granular piles in expansive soil 
improves the load carrying capacity of the soil. 

> Prof Mayura Yeole and Dr. J.R. Patil (2015), carried 
out a laboratory CBR test on granular soil with or without 
geotextile which was placed in one or two layer in the mould. 
The single layer of geotextile was placed at the depth of (2 5, 
50,100 mm) from the top of the mould, the maximum CBR 
obtained was at 25mm and when the geotextile was placed 
in two layers at {(2 5 &75 mm),(50 &75 mm), (50 &100 mm)} 
CBR was increased and it was maximum at 25 & 75mm 
geotextile layer by 38.21% when compared with the CBR of 
no geotextile. 


Objective 

> To study the effect of varying percentage of Stone Dust 
with sisal fiber on properties of Soil. 

> To study the combined effect of varying percentage of 
optimum quantity of Stone dust and optimum quantity 
of Sisal Fiber on properties of Soil. 

> To study the variation of Liquid Limit, Plastic Limit, 
Plasticity Index, Dry density, OMC, CBR (Soaked & Un¬ 
soaked) of soil. 

Methedology 

There are various test performed in laboratory as per IS 

code standards like: 

> Grain Size Distribution 

> Liquid Limit 

> Plastic Limit 

> Plasticity Index 

> Specific Gravity 

> Optimum Moisture Content (OMC) 

> Maximum Dry Density (MDD) 

> California Bearing Ratio (CBR) 


Tablel. Tests conducted for Prepared Samples 


Material 

Tests conducted 

Raw soil 

Grain size Analysis- (mechanical Method), 
Specific Gravity 

Consistency Indices (L.L., P.L., P.I.) 
Compaction Test (Light Compaction) 

CBR Test (Soaked & Un-soaked) 

Raw Soil +5 % Stone dust + 0.25% sisal fiber 

Raw Soil + 10 % Stone dust + 0.25%sisal fiber 

Raw Soil + 15 % Stone dust + 0.25%sisal fiber 

Raw Soil + 20 % Stone dust + 0.25%sisal fiber 

Raw Soil + 25 % Stone dust + 0.25%sisal fiber 


RESULT 

TABLE2. Compaction Test Results for Expansive Soil treated with varying % of STONE Dust and 0.25% SISAL 

FIBER 


S. No. 

Material 

MDD (g/cc) 

OMC (%) 

1 

Natural Soil 

1.85 

13.65 

2 

Natural soil + 5 % Stone Dust + 0.25% Sisal fiber 

1.86 

13.40 

3 

Natural soil +10 % Stone Dust + 0.25% Sisal fiber 

1.88 

13.00 

4 

Natural soil +15 % Stone Dust + 0.25% Sisal fiber 

1.89 

12.90 

5 

Natural soil +20 % Stone Dust + 0.25% Sisal fiber 

1.91 

12.80 

6 

Natural soil + 25 % Stone Dust + 0.25% Sisal fiber 

1.95 

12.55 

7 

Natural soil + 30 % Stone Dust + 0.25% Sisal fiber 

1.93 

12.75 


TAB LE3. CBR Test Results for Expansive Soil with varying percentages of STONE Dust AND SISAL F IBER 


S. No. 

Material 

CBR (UN-Soaked) 

CBR (Soaked) 

1 

Natural Soil 

8.12 

3.97 

2 

Natural soil + 5 % Stone Dust + 0.25% Sisal fiber 

10.72 

5.18 

3 

Natural soil +10 % Stone Dust + 0.25% Sisal fiber 

12.64 

5.88 

4 

Natural soil +15 % Stone Dust + 0.25% Sisal fiber 

17.34 

6.67 

5 

Natural soil +20 % Stone Dust + 0.25% Sisal fiber 

30.69 

7.21 

6 

Natural soil + 25 % Stone Dust + 0.25% Sisal fiber 

40.20 

9.39 

7 

Natural soil + 30 % Stone Dust + 0.25% Sisal fiber 

40.27 

9.75 


CONCLUSION 

> The soaked CBR value of the raw soil is 3.97 % and after 
mixing of Stone Dust & Sisal Fiber in the soil, there is 
remarkable change in CBR value. The addition of 30 % 
Stone Dust & 0.25% Sisal Fiber increased the CBR value 
from 3.972 % to 9.748 %. 


Future Scope of work 

Further study can be taken on other soils like silt, loamy & 
others by using different fibers as reinforcing & treating with 
other chemicals like lime bitumen & other mixtures & also 
studying the changed Physico-mechanical & chemical 
properties of Vertisols 
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